Permanent Painting

It is permanent when used alone and permanent when
mixed with blacks, umbers, siennas, ochres and zinc
white.
REMBRANDT'S MADDER AND
RUBEN'S MADDER
It is very likely that Rembrandt, Ruben and Franz
Hals used madder lake, but Franz Hals evidently was
better acquainted with its technical use than any other
painter of his time. The brilliant, rubicund flesh tints
are almost perfectly preserved to-day, and a minute
careful examination reveals the fact that he used
madder lake as a glaze only after the under-coats were
thoroughly dry.
Why these particular shades of madder should be
called Ruben's madder and Rembrandt's madder is
merely a question of sentiment, as none of the lakes
known under that name differ materially from any
ether madder lakes. In any case, they are reliable
when kept away from the ochre or lead colors, and are
perfectly reliable when glazed over the dry colors
which otherwise decompose them.
ROMAN OCHRE
Roman ochre is a native ochre, identical in compo-
sition with French ochre or Oxford ochre, and has
some of the characteristics of a mixture of ochre and
raw sienna. It is stronger in tinting power than the
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